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(54) LIPOPHILIC COLORED COMPOSITE PIGMENT COMPOSITION 

(57)Abstract: 

PURPOSE- To obtain the titled composition, by treating a water-swellable clay mineral 
with a quaternary ammonium salt type cationic surfactant and acid dye, capable of 
assuming a bright color tone and having improved hght and water resistance as well as 
water repellency and good compatibility with oils without coloring property for the skin. 
CONSTITUTION- A pigment composition obtained by treating lOOg water-swellable 
clay mineral, e.g. a kind of colloidal hydrous aluminum silicate having a three" layer 
structure such as montmoriUonite, etc., with preferably 60W140 mequiv. quaternary 
ammonium salt type cationic surfactant, e.g. dodecyl trimethylammonium chloride, etc., 
and preferably O.lWlOO mequiv. acid dye, Orange II, etc. 
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